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Add 15 c.c. of ammonium acetate solution (see
p. 162).
Boil briskly, as before.
Prepare a 24? cm. folded filter of thick paper,
as before, place it in an. 18 cm. (about 7-inch)
funnel, saturate it with hot water, place it in the
large stand with a 600 c.c. beaker under the stem
of the funnel.
Allow the boiling to continue for about half a
minute, avoiding loss by frothing.
Immediately the boiling has finished, pour the
contents of the flask into the prepared filter.
Kinse the flask twice with hot water and pour the
rinsings into the filter, and allow the liquid to drain
off thoroughly into the beaker.
Wash three times with hot water, collecting the
washings in the beaker.
Cautiously pour the liquid from the beaker into
the conical beaker containing the first filtrate, (It is
advisable to collect the second filtrate in a vessel apart
from the first filtrate.)
Cool the filtrate and washings.
Add about 8 c.c. of bromine to peroxidise the
manganese. Stir well while adding the bromine, and
until it is nearly all dissolved. The rubber tip of the
stirring rod must be kept from contact with the drops
of bromine, and should not be kept in the brominated
liquid.
Allow to stand for about fifteen minutes after
brominating.